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(57)Abstract: 

PURPOSE: To enable a laminate metal plate with excellent anticorrosion and 
adhesion to be manufactured through low temperature preheating by press- 
contacting a nip roll to a preheated metal plate wound around a non-cooled or 
heated roll, and laminating resin to the metal plate at the interface between the 
surface of the metal plate and nip roll via an extruder. 
CONSTITUTION: A metal plate 3 preheated by means of a preheating unit is 
wound around a non-cooled or preheated roll 1 made of metal, rubber or the 
like, and the metal plate 3 wound around the roll I is put into press contact 
with a nipple made of rubber such for example as silicon rubber, chloroprene 
rubber, polytetrafluoroethyiene rubber or the like. And, the metal plate 3 is 
laminated such that thermoplastic resin 6 melted from a T-die 5 flows 
downwards via an extruder 4 to the interface between the surface of the metal 
plate 3 and nipple roll 2, as a result, a laminated metal plate 8 is obtained in 
cooling it up to the ordinary temperature by means of a cooling unit 7 
equipped with a water spray nozzle. 
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BASIC-ABSTRACT: A nip roll (2) is pr ss d against a preheated 
metal sheet (3) 

w und ov r a non-cooling or heating roll (1). A th rmoplastica 
thermoplastic 

resin extruded out from an extrusion moulding machine is moved 
downwardly to 

enter the interface between the surfaces of (3) and (1) so that the 
resin is 

laminated to (3). 

The metal sheet is steel or Al sheet surface-treated with Sn, Zn, 
Pb, Ni, Cr, 

etc. The thermoplastic resin is polyester, polyolefin, vinyl 
chloride, 

polycarbonate, etc. Pref. the nip roll is made of silicone, 
chloroprene, 

polytetrafluoroethylene, etc. rubber. 

ADVANTAGE - The sheet has superior resistance to corrosion and 
delamination. 
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